. Ww . F 
JA RT pene A Hawkesbury, ON K6A 1K7 Canada Pu rchasing Receipts 
Due 


AEROSPACE Tel (613) 632-5200 
ah Purchased For 
Supplier py Terms Item Description ial te 


Status 
P0039153| MES002- Net 30 }M304TSO 750W.048 304 Sq Tube 3/12/2018 $048830 "|Stock 3/7/2018 =|$3.80/ ft 
vce e -75X.75X.049W 
: MATERIAL: 
MILL FINISH 
receive ft 


Total:] 1,000] tooo} 


Received Accounting —e 


Past 


Price/Unit pus 


Plex 3/7/2018 2:44 PM Dart.Dubois.Pascal 


https://www.plexonline.com/e62e4 1 db-7949-44a9-b398-0ec16194e796/Plexus_Control/Report_Viewer_2.asp?Opener_Session_Key={E62E41DB-794... 1/1 


Dart Aerospace Ltd. 
1270 Aberdeen St 


~~ Hawkesbury, ON 
DART kts 


AEROSPACE Canada 


Tel (613) 632-5200 


MES002-VC 

Metaux Solutions 

2625 boul Jacques-Cartiier Est 
Longueuil 

ac 

J4N 1L7 Canada 

Phone: 800 558 8858 

Fax: 514 633 8044 


1270 Aberdeen Street 
Hawkesbury 

ON 

K6A 1K7 Canada 
Phone: 613-632-5200 


Line Supplier Due Order |Received Unit Extended 
Item Part No Description Date | Quantity Quantity |Balance|Price (CAD)| Price 


1,000 ft yt) 1 ,000 ft $3. 8O/ft $3,800.00 


M304TS0.750W.049 304 Sq Tube 
-75X.75X.049W 
: MATERIAL: AIS! 304/316 
SEAMLESS STAINLESS 
STEEL SQUARE TUBING 
AS PER ASTM A554 MILL 
FINISH OR ASTM A269 
MILL FINISH 
receive ft 


Firmed 3/12/18 


PO No: 
PO Date: 
Due Date: 


Purchase Order 
Revision: 


Revision Date: 
Ship-To Contact: 


Via: 
Pymt Terms: 
Freight Terms: 


Special Comments: 


Order Notes 


PURCHASE ORDER 
PO039153 


PO039153 


3/1/18 
3/12/18 


Lavoie, ChantalPhone: 
clavoie@dartaero.com 


Ground 
Net 30 


DAS 
Ai 
bh 


MAR D 72018 8° 


Grand Total: $3,800.00 


Terms & Condition of Purchasing(Suppliers) and Procurement Quality Clauses are an integral part of our AS9100 requirements, To learn in detail, please visit 


www.dartaerospace.com for further explanation. 


https://www.plexonline.com/da4f7c34-d41 7-456a-8d73-6820504e05aa/Plexus_Control/Report_Viewer_2.asp?rv=u%1E. .%2FPurchasing%2FPO_Print.... 


Plex 3/1/18 11:03 AM dart.lavoie.chant2 
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Shipping Order 06/03/2018 


METAUX SOLUTIONS INC 


2625 BOUL JACQUES CARTIER EST Order / 133206 
LONGUEUIL, QUEBEC Reference : po039153 
J4N 1L7 Tel. : 450 641-3330 Ship : PICK UP / PICK UP 
Customer :.-6323336 Fi 
Ship To 
DART AEROSPACE LTD 
4976, ABERDEEN STREET Same 


HAWKESBURY, ONTARIO 


_ K6A 1K7 4 
eo a 

3 : 7 ie wets IS wiaciaieh 
_ .Itam.No. —  Description-—~--- a ee 


Tel.: 1613 632-3336 


Oty Oty. Deliver _B/O Oty 


“ewes FACTURER E-MAIL ******** SUPER IMPORTANT SUR 
LE PACKING SLIP INSCRIRE LES HEAT N 


SSQT34340494 304 SQ TUBE .750 X .049 WALL 


50 x 20' RRR K ae 


ship journey collect 


ip 
Shipping I a wg ag 
Package No a eg Se 
Merchandise Received: 


METAUX SOLUTIONS INC 

2625 BOUL JACQUES CARTIER EST 
LONGUEUIL, QUEBEC 

J4N 1L7 Tel. : 450 641-3330 


Customer : 6323336 


DART AEROSPACE LTD 
1270, ABERDEEN STREET 
HAWKESBURY, ONTARIO 


Shipping Order 06/03/2018 


Order : 133206 
Reference  po039153 
Ship ¢ PICK UP / PICK UP 
Ship To 
Same 


Tel.: 1613 632-3336 


Qty Qty. Delive: B/O Oty 


“ee FACTURER E-MAIL ******* SUPER IMPORTANT SUR 


LE PACKING SLIP INSCRIRE LES HEAT N 


1000 (JOGO g 


K6A 1K7 
Item No. Description 
SSQT34340494 304 SQ TUBE .750 X .049 WALL 
50 4 20' kik ee RKKK 
ht;AKE040273 
ship journey coilect 
ip 
Shipping 
Package No 


Merchandise Received: 


Ref. 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: = Teens all PO/ BATCH W005 Yi? baste 93e, 


DATE: 


MATERIAL CERT REC'D: eA Ss THICKNESS ORDERED: (4, a esd 
QUANTITY RECEIVED: / @) OD THICKNESS RECEIVED: _2¢% O yY g 


QUANTITY INSPECTED: LOO0O SHEET SIZE ORDERED: 
QUANTITY REJECTED: Zz SHEET SIZE RECEIVED: 


DESCRIPTION COMMENTS 


[_SURFACEDAMAGE——s| VQ 
[_CORRECTFINISH [VENT 
PT _ @ORROSION | C 
[CORRECTGRAINDIRECTION [([N[ 
| CORRECT MATERIAL PERM-DRAWING [(YJ| N|7J5 yn ASoY 
[CORRECT THICKNESS —L(YANJ 
[PHOTO REQUIRED | YIM 
[CORRECT REF#TOLINKCERT (YIN Heeryk AKEOYo2275 -—s_—S id 
[CORRECT MATERIALIDENTFICATION(Y)| NO 
[CORRECT Mi ON THE MATERIAL [’Y)] N | 


a 

a vi 
ENGINEERING SIGN OFF Y (0) 

a 
EXTRUSION REPORT Y IN) 

Ss, 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


Se ree EE eee aoe 
i CT TE Sees Mee 
ie | Se Cia Se 


testers located in the Quality Office 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 
B 


INSPECTED BY: 7% SIGNED OFF BY: 
SHAR 0 7 2018 


DATE: DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


OLY SOW aORY LAAVET Chl MOCTEARCL HELM 
APO ERR DLE 490V Ob CRLNCONTPENEO WO G40 MO TEOWUNd ANY Mod CEN FOOL LON 
(6 SVAL NORIO BEALS AL NO CENTAIN BI CHV THULAGCLINOO Ghiv RLVARAd G INHHETOOS OL 
Qi7 39VdSOUs LNVO AG $007 LHORUAdOD 


+ 4O | 433HS 
a “Aad 


VOVNVO ‘ORMVLNO ‘AUNESANMVH 


G17 29vdSoOusaV Luvd 


ONISNL .2/} HOS GSCAV D3dS ‘NOSVay 
“HSINIS OL G30GV 697V WLSV 
“WIMALVW SSVHOUNd OL GS00v .SSSINVSS. 


(818€-V1 YON 33S) NOILVOISIO3dS 
WIMALVW SSVHOUNd NOUS GSAOWSY .SSSIWNVAS. 


0z'S0'Pt 


92 -S0- oz 
ISWI13 


6¥0'MOSZ'OSLPOEW = TIVM 610'0 X «S2'0 X 120 “DA “MSAEWNN LaVvd 
11: HLOIM 
LLL MI Vvv'v ISLpOEW “MSEWNN LYVd 


SSHONI NI SSSNMOIHL TIWM = LLL 
SSHONINIHLOIM=WWVW'V = ‘SYSHM 
HSINIS THAW 69ZV WISV YO 


HSINI4 THA(PSSV WLSW 


ONIGNL ANWNOS 14SLS SSAINIVLS 9LE/P0E ISIV “WWINALVW SSVWHOUNd 


*HSINIS 


Kingmaker Steel Co., Inc. 
Stainless Steel Tube and Pipe 


133 Belmont Drive, Somerset, NJ 08873-1203 
Tel.: (732) 302-1800, Fax: (732) 302-1822 


Date: 11/9/2017 : Material Certification 
Purchase P008957-1 ISO 14001-2004 
Order No: . EN 10204/3.1B 
Sold To: Ship To: 
Stainless Stee] T.LG. Welded Tubing. Country of Melt; Taiwan, Country of Origin: Taiwan. 
Item Description HeatNo.  —S-_ Finish Specification Grade 
1: 3/4" SQ X 0:04 20' AKE040273 MF ASTM A554-16 MT-304 
: "$Q X 0.065"W X 20° $D317 180G ASTM 4554-16 MT-304 


3: 2-1/2" SQ X0.120"W X 20' TBG112661 MF ASTM A554-16 MT-304 


4: 3" SQ XK 0.250"W X 20° TBH090322 MF ASTM A554-16 MT-304 
5: 1-1/2" SQ X0.125"W X 20' 5E382 MF ASTM A554-16 = MT-316/L 
MI ROPERTIES 
Cc Si Mn r 8 Cr Ni Mo N Cu 
1: 040 510 1.08 .029 014 18.10 8.14 
zi 38619 350 1.36 028 001 18.26 8.05 
3: .016 370 1.04 .024 .003 18.37 8.04 
4: 022 460 0.85 .029 .005 18.02 8.11 
5; .019 .350 1.39 .031 .007 16.74 10.03 
MECHANICAL PROPERTIES 
Tensile Yield Elong. § Hardness Filattening Hydrostatic Eddy 
(N/mm2) (N/mm2) (%) (HRB) Current 
G 673.00 235.00 46.00 82.80 
2: 646.00 322.00 53.00 85.00 
3: 651.00 289.00 52.00 83.00 
4: 633.00 305.00 54.00 87.00 
Ss 623.00 314.00 47.00 82.00 


WE HEREBY CERTIFY THAT TO THE BEST OF OUR KNOWLEDGE, THE MATERIAL LISTED ABOVE HAS BEEN 
MANUFACTURED IN ACCORDANCE WITH AND MEET THE ABOVE APPLICABLE SPECIFICATIONS AND 
GRADES, AND ALSO THAT THE MATERIAL WAS PRODUCED IN A MERCURY FREE ENVIORNMENT. THE 
CHEMICAL COMPOSITIONS OF THE MATERIAL ARE INACCORDANCE WITH ASTM A240. 


Carrie Wang ____usnoi7 


Authorized Signature Date 


S biOO 


